Docket No. 



Claims 



the steel sheet in a pail 
cooling it rapidly 



A method of making a ^eet steel product by healing a sized steel sheet, hot forming 

tools^(06, 17) and hardening the formed product by 
temperature while it is still in the pair of 

tools and the\ 

c h a r a c t e r>^j *n tjat^ areas a're left in the product and the machining is 
carried out in such mil 



of 



A method according to claim 1, 

characterized by preventing said areas from hardening by preventing rapid 
cooling thereof. 



A method according reclaims, 
characteriz 
areas for preventing rapid 




(Clearance between the tools (16, 17) and said 
reof. 



A method according tolclaim 2. 

characterized by keeping heat insulating inserts (20, 2 1 ) in the tools against 
said areas for preventingVapid cooling thereof 



A method accordin^LOy^tain 
r a c i Kr r 2/e 



c h a 
areas are then t 



le entire prdduct is hardened in the tools and said 



A method according to claim\5, 

characterized in that ^ai^ areas are tempered while the product is still in the 
tools. 



A method according to claim 5, 
characterized in that saik areas are tempered when the product has been re- 
moved from the tools. 



